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(54) Method of controlling fine particulate flowback in subterranean wells 

(57) A weflbore penetrating a subterranean forma- 
tion is treated with a fluid whereby fine particulate flow- 
back is reduced or prevented. The method includes the 
steps of providing a fluid suspension including a mixture 
of a particulate coated with a tackifying compound, 
pumping the suspension into a subterranean formation 
and depositing the mixture within the formation whereby 
the tacidfying compound retards movement of at least a 
portion of any fine particulate within the formation upon 
flow of fluids from the subterranean formation through 
the welbore. Alternatively, the tacMfying compound may 
be introduced into a subterranean formation in a diluent 
containing solution to deposit upon previously intro- 
duced particulates to retard movement of such particu- 
lates and any fines subject to flow with production of 
fluids from the subterranean formation. 
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This invention relates to a method of treating a subterranean formation containing fines to control migration thereof. 

Transport of particulate solids during the production of hydrocarbons from a subterranean formation is a continuing 
problem. The transported solids can erode or cause significant wear in the hydrocarbon production equipment used in 
the recovery process. The solids also can clog or plug the welfoore thereby limiting or conpletety stopping fluid produc- 
tion. Further, the transported particulates must be separated from the recovered hydrocarbons adcfing further expense 
to the processing. " 

The particulates which are available for transport may be present due to the nature of a subterranean formation 
and/or as a result of well stimulation treatments wherein proppant is introduced into a subterranean formation. 

In the treatment of subterranean formations, it is common to place particulate materials as a filter medium and/or 
a proppant in the near weltoore area and in fractures extending outwardly from the wellbore. In fracturing operations, 
proppant is carried into fractures created when hydraufic pressure is applied to these subterranean rock formations to 
a point where fractures are developed. Proppant suspended in a viscosified fracturing fluid is carried outwardly away 
from the wellbore within the fractures as they are created and extended with continued punping. Upon release of pump- 
ing pressure, the proppant materials remain in the fractures holding the separated rock faces in an open position form- 
ing a channel for flow of formation fluids back to the wellbore. 

Introduction of the proppant materials into the fracturing fluid often results in the crushing of some portion of the 
proppant material as it passes through the pumping and mixing equipment to enter the subterranean formation This 
fine crushed material may have a particle size ranging from slightly below the size of the original proppant material to 
less than 600 mesh on the U.S. Sieve Series. Also, when the formation closes at the conclusion of the treatment some 
crushing of the proppant material may occur producing additional fines. Even when proppant crushing does not occur 
the subterranean formation may itself release fines from the face of the created fractures as a result of spaJling scour- 
ing of the formation wall which causes formation particulate to be mixed with the proppant and the like. These fine for- 
mation materials also may range from formation grain size to less than 600 mesh. The fines may corrprise sand shale 
or hydrocarbons such as coal fines from coal degasrf ication operations and the like. When the wellbore subsequently 
is produced, the f ines tend to move into the proppant pack in the fracture tending to reduce the permeability of the pack. 
The fines also can flow with any production from the wellbore to the surface. 

This undesirable result causes undue wear on production equipment and the need for separation of solids from the 
produced hydrocarbons. Fines f lowback often may be aggravated by what is descrfced as "aggressive" f lowback of the 
well after a stimulation treatment Aggressive f lowback generally entails f lowback of the treatment fluid at a rate of from 
about 0.001 to about 0.1 barrels per minute (BPM) per perforation of the treatment fluids which were introduced into the 
subterranean formation. Such f lowback rates accelerate or force closure of the formation upon the proppant introduced 
into the formation. The rapid fbwrate can result in large quantities of fines flowing back into the near wellbore as closure 
occurs causing permeability loss within the formation. The rapid f lowback is highly desirable for the operator as it 
returns a wellbore to production of hydrocarbons significantly sooner than v/ould result from other techniques. 

Currently, the primary means for addressing the formation particulate or fines problem is to employ restarted 
proppants or resin consolidation of the proppant which is not capable of use in aggressive f lowback situations. Further 
the cost of resin-coated proppant is high, and is therefore used only as a tail-in in the last five to twenty five percent of 
the proppant placement Resin-coated proppant is not always effective at forming a filtration bed since there is some 
difficulty in placing ft uniformly within the fractures and. additionally, the resin coating can have a deleterious effect on 
fracture conductivity. Resin coated proppant also may interact chemically with common fracturing fluid crosslink™ sys- 
tems such as guar or hydraxypropylguar with organo-metallics or borate crosslinkers. This interaction results in altered 
crosslinkirtg and/or break times for the fluids thereby affecting placement. 

In unconsolidated formations, it is common to place a filtration bed of gravel in the near-weifeore area in order to 
present a physical barrier to the transport of unconsolidated formation fines with the production of hydrocarbons. Typi- 
cally, such so-called "gravel packing operations" involve the pumping and placement of a quantity of gravel and/br sand 
having a mesh size between about 1 0 and 60 mesh on the U.S. Standard Sieve Series into the unconsolidated forma- 
tion adjacent to the wellbore. Sometimes multiple particle size ranges are employed within the pave! pack. It is some- 
times also desirable to bind the gravel particles together in order to form a porous matrix thro^ 
can pass while straining out and retaining the bulk of the unconsolidated sand and/or fries transported to the near wel- 
bore area by the formation fluids. The gravel particles may constitute a resin-coated gravel which is either pre-cured or 
can be cured by an overflush of a chemical bincing agent once the gravel is in placa ft has also been known to add 
various hardenable binding agents or hardenable adhesives directly to an overflush of unconsolidated gravel in order to 
bind the particles together. Various other techniques also are described in US. Patent 5.492. 1 78. the entire disclosure 
of which is incorporated herein by reference « «*«w»ure 

U. S. Patents 5.330,005, 5.439.055 and 5.501 .275 disdose a method for overcoming the difficulties of resin coating 
proppants or gravel packs by the incorporation of a f torous material in the fluid with which the particulates are intro- 
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duced into the subterranean formation. The fibers generally have a length ranging upwardly from about 2 mi li meters 
and a diameter of from about 6 to about 200 microns. Fibrillated fibers of smaller diameter also may be used. The fibers 
are believed to act to bridge across constrictions and orifices in the proppant pack and form a mat or framework which 
holds the particulates in place thereby limiting particulate flowback The ftoers typically result in a 25 percent or greater 

5 loss in permeability of the proppant pack that is created in comparison to a pack without the fibers. 

While this technique may function to limit some f lowback, it fails to secure the particulates to one another in the 
manner achieved by use of resin coated particulates. 

U.S. Patent 5,551 ,51 4 discloses a method for sand control that combines resin consolidation and placement of a 
fibrous material in intimate mixture with the particulates to enhance production without a grave! pack screen. 

w It would be desirable to provide a method which wil bind greater numbers of fines particles to the proppant material 
in such a manner that it further assists in preventing movement or fbwback of particulates from a welbore or formation 
without significantly reducing the permeability of the particulate pack during aggressive f bwback of treatment fluids. 

We have now devised a method of treating a subterranean formation containing fines, to inhibit the flow of the fines 
back through the welbore with the production of hydrocarbons, without significant effects upon the permeability of the 

is particulate pack. 

According to present invention, there is provided a method of treating a subterranean formation to control fines 
migration, which method comprises the steps of introducing a treatment fluid into a subterranean formation through a 
welfoore at a rate and pressure sufficient to create at least one fracture in said formation; admixing with at least a por- 
tion of said fluid, a particulate which is introduced into and subsequently deposited within said fracture; admixing with 
20 at least a portion of said particulate an effective amount of a liquid or solution of a tackifying compound whereby at least 
a portion of said particulate is at least partially coated by said compound such that the continuous critical resuspension 
velocity of said at least partially coated particulate is increased by in excess of about 30 percent when tested at a level 
of 0.5% active material by weight over said particulate alone with water; depositing the tackifying compound coated par- 
ticulate in the subterranean formation; and flowing back fluid from the formation whereby the tackifying corrpound 
25 coated particulate retards movement of at least a portion of any fine particulate flowing back to said wellbore within said 
formation by adhering said fines to said coated particulate. 

In the method of the invention, the particulate material coated with tackifying compound adheres to fine particulate 
material thereby creating agglomerates which bridge against other particles in the formation to prevent particulate flow- 
back and fines migration. The tackifying compound also may be introduced into the subterranean formation prior to or 
30 after introduction of the proppant particulate. 

The coated material is effective in inhibiting the f lowback of fine particulate in a porous pack having a size ranging 
from about that of the proppant material to less than about 600 mesh in intimate admixture with the tackifying compound 
coated particulates. 

The coated material is effective in consolidating fine particulate in the form of agglomerates in a formation as a 
36 result of a fracturing or gravel packing treatment performed on a subterranean formation during aggressive f lowback of 
the treatment fluid. 

In accordance with present invention, a liquid or solution of a tackifying compound is incorporated in an intimate 
mixture with a particulate material such as conventional proppants or gravel packing materials and introduced into a 
subterranean formation. 

40 As used in this specification, the term Intimate mixture" will be understood to mean a substantially uniform disper- 
sion of the components in the mixture. The term "simultaneous mixture" will be understood to mean a mixture of com- 
ponents that are blended together In the initial steps of the subterranean formation treatment process or the preparation 
for the performance of the treatment process. 

The coated particulate or proppant material may comprise substantially any substrate material that does not unde- 

46 sirabfe chemically interact with other components used in treating the subterranean formation. The material may com- 
prise sand, ceramics, glass, sintered bauxite, resin coated sand, resin beads, metal beads and the like. The coated 
material also may comprise an additional material that is admixed with a particulate and introduced into a subterranean 
formation to reduce particulate f lowback. In this instance the additional substrate material may comprise glass, ceramic, 
carbon composites, natural or synthetfcpolymefs or metal and the liken flakes, ribbons, beads, shav- 

so ings, platelets and the like. In this instance, the additional substrate material generally wil be admixed with the particu- 
late in an amount of from about 0.1 to about 5 percent by weight of the particulate. 

The tackifying compound comprises a liquid or a solution of a compound capable of forming at least a partial coat- 
ing upon the substrate material with which it is admixed prior to or subsequent to placement in the subterranean forma- 
tion. In some instances, the tackifying compound may be a sotid at ambient surface conditions and upon initial admixing 

55 with the particulate and after heating upon entry into the welfoore for introduction into the subterranean formation 
become a melted liquid which at least partially coats a portion of the particulate. Compounds suitable for use as a tack- 
ifying compound comprise substantially any compound which when in iquid form or in a solvent solution will form a non- 
hardening coating, by themselves, upon the particulate and preferably wil) increase the continuous critical resuspension 
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velocity of the particulate when contacted by a stream of water as hereinafter described in Example I by in excess of 
about 30 percent over the particulate alone when present in a 0.5 percent by weight active material concentration. Pref- 
erably, the continuous critical resuspension velocity is increased by at least 40 percent over particulate alone and most 
preferably at least about 50 percent over particulate atone A particularly preferred group of tacWfying compounds oom- 

s prise polyarrxles which are liquids or in solvent solution at the temperature of the subterranean formation to be treated 
such that the polyamides are, by themselves, non-hardening when present on the particulates introduced into the sub- 
terranean formation. A particularly preferred product is a condensation reaction product comprised of commercially 
available potyackte and a poryarrtne. Such commercial products include compounds such as mixtures of C« dibasic 
acids containing some trimer and higher oligomers and also small amounts of monomer acids which are reacted with 

w potyamines. Other polyacids include trimer acids, synthetic acids produced from ratty adds, maleic anhydride and 
acrylic arid and the like. Such acid compounds are available from companies such as Wrtco Corporation. Union Camp 
Chemtall. and Emery Industries. The reaction products are available from, for example. Champion Technologies, Inc.' 
and Wrtco Corporation. 

In general, the polyamides of the present invention are commercially produced in batchwise processing of polyac- 
15 ids predominately having two or more acid functionalities per molecule with a polyamine. As is well Known in the man- 
ufacturing industry, the polyacids and polyfunctional amines are introduced into a reactor where, with agitation the 
rniUry exothermic formation of the amide salt occurs. After mixing, heat is applied to promote endothermic dehydration 
and formation of the polymer melt by polycondensation. The water of reaction is condensed and removed leaving the 
pofyairode. The molecular weight and final properties of the polymer are controlled by choice and ratio of feedstock, 
heating rate, and judicious use of monofunctional acids and amines to terminate chain propagation. Generally an 
excess of polyamine is present to prevent runaway chain propagation. Unreacted amines can be removed by distilla- 
tion, if desired. Often a solvent, such as an alcohol, is admixed with the final condensation reaction product to produce 
a liquid solution that can readily be handled. The condensation reaction generally is accomplished at a temperature of 
from about 225°F to about 450-F under a nitrogen sweep to remove the condensed water from the reaction The 
polyamines can comprise, for example, ethylenediamine. diethylenetriamine, triethylene tetraamine. amino ethyl Dtoer- 
azine and the like. 1 ^ 

The polyamides can be converted to quaternary compounds by reaction with methylene chloride, dimethyl sulfate 
benzyl chloride, diethyl sulfate and the like. Typically the quaternization reaction would be effected at a temperature of 
from about 1 00 to about 200°F over a period of from about 4 to 6 hours. ^ 

The quaternization reaction may be employed to improve the chemical compatibility of the tackrfying compound 
with the other chemicals utilized in the treatment f yds. Quaternization of the tackrfying compound can reduce effects 
upon breakers in the fluids and reduce or minimize the buffer effects of the compounds when present in various fluids 
Additional compounds which may be utilized as tecWfying compounds include liquids and solutions of. for example 
polyesters, polycarbonates and polycarbamates. natural resins such as shellac and the like 

The surprising discovery has been made that a tacWfying compound can also be produced by the reaction of a 
polyacid such as previously described with a multivalent ion such as calcium, aluminum, iron or the like. Similarly vari- 
ous^polyorganophosphates. polyphosphonates. polysulfates, polycarboxylates, or potysilicates may be reacted with a 
multivalent on to yield a tackrfying compound. If retardation of the rate of reaction is desired, esters of the above com- 
pounds may be utilized which will then react with the multivalent ion as the esters hydrolyze at the subterranean forma- 
tion temperatures in the treatment fluids. Alternativety. chelates may be formed with known chelating agents such as 
.^ rOxypr0pi0nates and the like to retard rate of reaction. Further, it has been found possible to generate 
tne tackrfying compound in-srtu within the subterranean formation by introduction of the polyacid to contact multivalent 
ions present in the treatment fluid within the subterranean formation. The multivalent tons may be either naturally occur- 
ring in the formation or introduced wrth the treatment fluid. 

The tackrfying compound is admixed with the particulate in an amount of from about 0.05 to about 3 0 percent 
active material by weight of the coated particulate. It is to be understood that larger quantities may be used however 
metarger quantities generally do not significantly increase performance and could undesirably reduce the permeability 
of the particulate pack. Preferably, the tacktfying compound is admixed with the particulate introduced into the subter- 
ranean formation in an amount of from about 0.1 to about 2.0 percent by weight erf the coated particulate 

When the tackrfying compound is utilized wrth another material that is to be atfnbced wrth 
is to be at least partially coated with the tackrfying compound, such as glass fibers or the tike the compound is present 
in .an amount of from about 10 to about 250 percent active material by weigra of to^ 

and generally from about 0 05 to about 3 percent active material by weight of the quantity of particulate wrth which the 
coaled material is intimately admixed. Preferably the tackrfying compound is present in an amount of from about 1 0 to 
about 150 percent of the material which is to be at least partially coated wrth the tackrfying compound and then added 
to ^ particulate At least a portion of the tacWfying compound introduce 
coat at least a portion of the particulate wrth which it is admixed. 

The liquid or solution of tackrfying compound interacts mechanically wrth the particles of particulate introduced into 
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the subterranean formation and the adhered fines to limit or prevent the ftowback off fines to the wellbore. 

The liquid or solution of tackifying compound generally is incorporated with the particulate in any of the conven- 
tional fracturing or gravel packing fluids comprised of an aqueous fluid, an aqueous foam, a hydrocarbon fluid or an 
emulsion, a visco6ifying agent and any of the various known breakers, buffers, surfactants, clay stabilizers or the like. 

s Generally the tackifying compound may be incorporated into fluids having a pH in the range of from about 3 to 
about 12 for introduction into a subterranean formation. The compounds are useful in reducing particulate movement 
within the formation at temperatures from about ambient to in excess of 275°R ft is to be understood that not every tack- 
ifying compound will be useful over the entire pH or temperature range but every compound is useful over at least some 
portion of the range and individuate can readily determine the useful operating range for various products utilizing well 

10 known tests and without undue experimentation. 

It has been discovered that the incorporation of or addition of certain surfactants to the fluid suspension can 
improve or facilitate the coating of the tackifying compound upon the particulate. The addition of selected surfactants 
has been found to be beneficial at both elevated fluid salinity and elevated fluid pH as wel as at elevated temperatures. 
The surfactants appear to improve the wetting of the particulates by the tackifying compound. Suitable surfactants 

15 include: non ionics, such as, long chain carboxylic esters such as propylene glycol, sorbitol and polyoxy ethyl enated 
sorbitol esters, polyoxyethylenated alkylphenote, afcyphenol, ethoxylates, aikyglucosades, alkanolamine condensates 
and aJkanoiamides; anionics, such as, carboxylic acid salts, sufphonic acid salts, sulfuric ester salts and phosphorite 
and polyphosphoric acid esters; cationics, such as, long chain amines and their salts, quaternary ammonium salts, 
polyoxyethylenated long chain amines and quaternized polyoxyethylenated long chain amines; and zwitterion. such as 

20 n-alkyibetaines. 

The liquid or solution of tackifying compound generally is incorporated with the particulate as a simultaneous mix- 
ture by introduction into the fracturing or gravel packing fluid along with the particulate. Fracturing fluids are introduced 
into the subterranean formation at a rate and pressure sufficient to create at least one fracture in the formation into 
which particulate then is introduced to prop the created fracture open to facilitate hydrocarbon production. Gravel pack- 

25 ing treatments generally are performed at lower rates and pressures whereby the fluid can be introduced into a forma- 
tion to create a controlled particle size pack surrounding a screen positioned in the wellbore without causing fracturing 
of the formation. Alternatively the gravel pack may be performed without a screen, if consoiidatable particulate is uti- 
lized, and the pack may fill the wellbore. Thereafter, the pack may be drilled out flushed or reamed to open a passage 
in the bore, if necessary. The particulate pack surrounding the wellbore then functions to prevent fines or formation par- 

30 ticulate migration into the wellbore with the production of hydrocarbons from the subterranean formation. The tackifying 
compound may be introduced into the fluid before, after or simultaneously with introduction of the particulate into the 
fluid. When the tackifying compound is generated in-srtu in the formation, the reactarrts may be introduced individually 
as described above for the tackifying compound and the multivalent ion source may be naturally occurring or introduced 
into the formation. The liquid or solution may be incorporated with the entire quantity of particulate introduced into the 

35 subterranean formation or it may be introduced with only a portion of the particulate, such as in the final stages of the 
treatment to place the intimate mixture in the formation in the vicinity of the wellbore. For example, the tackifying com- 
pound may be added to only the final 20 to 30 percent of the particulate laden fluid introduced into the formation. In this 
instance, the intimate mixture will form a tail-in to the treatment which upon interaction within the formation with the par- 
ticulate will cause the particles to bridge on the agglomerates formed therein and prevent movement of the particles into 

40 the wellbore with any produced fluids. The tackifying compound may be introduced into the blender or into any flowfine 
in which It will contact the material to be at least partially coated by the compound. The compound may be introduced 
with metering pumps or the like prior to entry of the treatment fluid into the subterranean formation. 

In an alternate embodiment, the particulate may be premixed with the tackifying compound prior to admixing with 
a treatment fluid for use in a subterranean formation. 

45 The surprising discovery has been made that when a pdyamide is utilized as the tackifying conpound. ferrous 
metal in contact with the treatment fhid has been found to exhibit extended corrosion inhibition. It has been determined 
that minute amounts of the potyamide are dissolved from the coated particulate by hydrocarbons flowing through the 
formation and into the wel bore and that such quantities provide extended corrosion protection to the ferrous metals 
contacted thereby and that also are in contact with aqueous fluids introduced into or produced from the subterranean 

so formation. The polyamide material appears to coat or form a very thin f Im on the ferrous metal surfaces protecting them 
from contact with aqueous fluids. 

In yet another embodiment of the invention wherein a previously performed fracturing treatment or gravel pack is 
producing back propparrt or formation fines with the production of hydrocarbons, a remedial particulate control treat- 
ment may be performed. In this instance, the tackifying compound is admixed with a diluent such as for exarrpfe, crude 

55 oil. distillates, butyl alcohol, isopropyi alcohol, a heavy aromatic solvent such as xylene, toluene, heavy aromatic naptha 
or the like, mutual solvents such as ethylene glycol monobutyl ether, propylene carbonate or n-methytyrolidone or the 
like. The tackifying compound generally will be present in an amount of from about 0.5 to about 30 percent by volume 
of the solution to be used to treat the subterranean formation. The tackifying compound also may be admixed with 
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selected surfactante and other additives that do not adversely react with the compound to prevent f ties contra! The 
~rrpoundc^ir«ng soluton is introduced into the subterranean formation preferably at a rate and pressure 
^ If subtwranean ^tion. The tacWfying compound tends to contact and at leaSpT 

tially coat at least a portion of the proppant or gravel which previously has been introduced into the formation 

The coating of the proppant or gravel causes the larger particles to subsequently tend to adhere to one another 

3^' n ^ < ^"L 0, brid9eS in me ^ *• resumpSof hydrocartjon ^ctioT/S 

.nes in me producedfluris contact the tackifying compound coated particulates in the subterranean farrr5fo^efrn« 

^^T^"*!!* 6 I" 98 ' V"***"** «• ^evented from migrating through the SopSSo^pS 
wrth produced ^cartons. Introduction of the tackifying compound solution into the^en^n^n^TrrS 

EHHOiSZ ^ th * n9CeS f? ry to Sracfient and cause fracture formation) tends to minimize 

meposstolrty of additional f .nes release within the formation. If it is desired to redistribute proppant in a subterranean 

s^terranean formation at a rate and pressure sufficient to fracture the subterranean formation. Any toes 
that may be produced as a result of the fracturing operation tend to become bound to and adhere to th3ticS£S 
.s least partially coated by the tacWfying compound as it is deposited within the subterranean farmatfon.^^ 
Reference is made hereafter to the accompanying drawings wherein: 

fo^acoa^^ 
30 Rflure 2 provides a graphical illustration of sample permeability 

Figure 3 provides photomicrographs of untreated and treated samples illustrating fines retention. 

To further illustrate the present invention and not by way of limitation, the following Examples are provided. 
25 EXAMPLE I 
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The ^evaluation of a liquid or solution of a compound for use as a tackifying compound is accomplished bv the toi- 
Z^ vl*™ 1 resusp T sion veloci * « determined for the materia, upon which me toc^ conrou^l is to 
becoated Referring (now to Figure 1. a test apparatus is illustrated for performing the test The aPp^tSSrS a 
gtass tee 1 0 which is connected to an inlet source 12 of water and an outlet ™4 disposal line is^SSked EES. 
i^t^jf^ is aspirated into the tee 10 through inlet 12 and c^uS^^^^sV^S, 
against a screen 18. When portion 16 of tee 10 is full, the vacuum source is removed and a plug 20 is used to sealthe 
end of portion 16. The flow channel from inlet 12 to outlet 14 then is swabbed deana* la SumeS^iS 
punp, suchas a "MOyjO- pump, is connected to inlet 1 2 and a controlled f tow of water is IrVSHJStoSEK 
f tod b slowly increased through inlet 12 until the first particle of particulate material is pickedlTby toe^towtoo wat? 
stream. Tnis^e^nes the baseline for the starting of the resuspensfon velocity. The f towrate th^n^ ShSeSS 
H^TKc^t^tlh^ Pertides becomes continuous. This determines the basetine for the continuous riuspension^veloc- 
rty. latest then is terminated and the apparatus is ret iled with particulate having a coating con^pSgTo ^ 0 5 
percent active matenal by weight of the particulate applied thereto Similar tierxi generaltyare s^^e re^w^ 
,SSted ^JTLT" ° 1toabOUt3 P™* nowever. the O^cJlevelTcJ is wZ«C* 

^SSZ^r!!? ^ StSndardizati0n * the Tne^te repeated to determine the sSSJ 

pant of particulate removal and the velocity at which removal becomes continuous ^ 

«,„ r^l e ™VL VB *° City , ' nCreaS€ (0f d6Crease) tn8n is determined based upon the initial or continuous baseline 

enp,0yin ° Preferred P°^d« <* ^ present invention, and ccnvenWe^w 
s^TseTZ'b^T^e r C ° nSOlidafon freatm8nte ' n *«""*» with 12*0 and 20/40 nS 



TABLE I 



Test Na 


Particulate Size 


Coating Agent. %V/Wt 
Particulate 


Percent Of Velocity Change 
At 








Starting 


Continuous 


1 


20/40/mesh sand 


none 


0 


0 


2 


20/40 mesh sand 


1/2 percent poJyamide 


192 


222 


3 


20/40 mesh sand 


1 percent polyamide 


271 


391 
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TABLE I (continued) 
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Test No. 


Particulate Size 


Coating Agent. % V/Wt 
Particulate 


Percent Of Velocity Change 
At 








Starting 


Continuous 


4 


20/40 mash sand 


1/2 nercent ohennlic 

tffc pvl Will |rfllOllWtlW 


-0.5 


6.5 


5 


20/40 rriAfih cflnH 

bWfv 1 1 IBM 1 OCU M 


1 |^CN wwl It ^/l lot 1 


-9 


-6.8 


6 


20/dO mAfih cflnH 

tWf "IV 1 1 loot 1 OCU IU 




-9 


-1.2 


j 7 


20/40 mofih ranH 


1 no rr^ Ant onnw 


5.2 


12.2 


8 


12/20 mash RAnH 

i fc/fcv 1 1 root i ocuki 




228 


173 


9 


12/20 mesh sand 


1 percent polyarrode 


367 


242 


10 


12/20 mesh sand 


1/2 percent phenolic 


42 


22 


11 


12/20 mesh sand 


1 percent phenolic 


42 


13 




12/20 mesh sand 


1/2 percent epoxy 


48 


30 


13 | 


12/20 mesh sand 


1 percent epoxy 


38 


15 



The data clearly illustrates the substantial increase in the critical resuspension velocity of a particulate coated with 
the tackifying compound in comparison to other known formation consolidation agents which require hardening to be 
effective. 

25 

EXAMPLE II 

To illustrate the ability of the tackifying compound to control fines, the following tests were performed. 
Two sand slurries were prepared and placed in 1 inch diameter. 36 inch taJ glass columns having a screen and a 
30 one hole plug stopper at their lower ends which was sealed off. The slurries comprised 250 mJ. of a 25 lb/1000 gallon 
hyd rated guar. 300 grams 20/40 mesh Brady sand containing 7.4% by weight of 50 mesh and smaller fines material. 
0.5 ml enzyme breaker and 0.5 ml. borate crosslinker. One percent by weight of the tackifying compound of the present 
invention was added to the second slurry. 

The slurries were allowed to sit static for 48 hours. The first column settled to a height of 21.125 inches and the 
35 tackifying compound containing sample settled to a height of 21 .875, inches. 

The broken fluids were removed from the columns above the settled sand in the columns and replaced with water. 
The columns were attached to a constant head water supply. While maintaining the water supply constant the hole in 
the bottom stopper was opened, water flow rates and permeabilities were determined. The sand packs had settled dur- 
ing the water flow to 20.5 inches and 21 .625 inches respectively. 
40 The flow was resumed, using kerosene and flow rates and permeabilities were determined. Pack heights settled to 
20.125 inches and 21 .437 inches, respectively. 

The difference in the permeability of the packs in the columns is illustrated in the chart comprising Figure 2. The 
difference in the final pack height is an indication of the agglomeration of the fines with the larger particles preventing 
close packing by fines movement as occurs in the untreated column. The lower permeability of the untreated pack also 
45 indicates fines migration has occurred. 

The stabilization properties of the method of the present invention also are determined by flow through an Ameri- 
can Petroleum Institute approved simulated fracture flow cell. 

The cell contains Ohio sandstone cores having a proppant bed size of about 1.5 inches in height about 7 inches 
in length and about 0.25 inches in width between the cores. The bed is initially prepacked with 20/40 mesh sand by 
so introducing the sand into the cell in an aqueous slurry or a gelled fluid containing 40 pounds of guar per 1000 gallons 
of aqueous fluid. The cell is fitted with a 0.3 inch hole at one end to simulate a perforation. The hole is viable through a 
sight glass so that proppant production, if any. through the hole can be visually determined. 

The conductivity of the pack is determined at a stress loading of 2000 and 3000 psi for the untreated sand. 
The cell then was cleaned and packed with another proppant pack containing 0.5 percent by weight tackfying com- 
56 pound for testing. The results of the tested materials are set forth in Table II, below 
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IS 



20 





CONDUCTIVrTY.mD/ft at 




2000 pGi loading 


3000 psi loading 


untreated sample 
treated sample 


4251 
5130 


3487 
3829 



Figure 3 presents photomicrographs of a portion of the sand pads from the untreated and treated samples after 
removal from the flow cell. The difference in the free fines content of the two samples is readily apparent in the photos 
The untreated sample contains significant quantities of free fines whereas the fines are found to be primarily attached 
to the larger sand particles in the treated sample. 

EXAMPLE III 

To illustrate the effectiveness of the tacWfying compound in controlling fines, the following turbidity tests were per- 
formed. A series of samples were prepared containing a quantity of 100 grams of 20/40 Brady free sand admixed with 
100 ml of tap water. A selected quantity of tacWfying compound was admixed with a sample and the turbidity of the solu- 
tion was determined. The turbidity was measured in Formazin Turbidity Units utilizing a Coleman Junior II Spectropho- 
tometer, Model 6-20. The results are set forth in Table III, below. 



25 



30 



35 



TABLE III 



SAMPLE 


TACKIFYING COM- 
POUND, ml 


TURBIDITY FTU 


1 


0 


43 


2 


0.25 


38 


3 


0.5 


18 


4 


1.0 


12 



The tests were repeated using 20/40 Brady frac sand to which is added 0.2 grams of silica f tour to simulate a high 
fines content. The turbidity was measured as previously described. The results are set forth in TABLE IV, below. 



40 


TABLE IV 




SAMPLE 


TACKIFYING COM- 


TURBIDITY, FTU 






POUND, ml 




1 


0 


337 


45 


2 


0.25 


137 




3 


0.5 


56 




4 


1.0 


29 



so 



55 



The data dearfy illustrates the ability of the tacWfying compound to control fines movement in the fluid and to bind 
the fines to proppant materials which are coated by the tacWfying compound. 

EXAMPLE IV 

To illustrate the effect of the tacWfying compound on controlling fines migration in coal seams two treatments are 
performed on adjacent wells in Colorado on a gas containing coal seam producing at a depth of from about 1850 to 
about 2100 ft at a bottomhole temperature of about 1 10°F. The treatments are performed down 5 1/2 inch casing The 
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treatments comprised approximately 2000 gallons of 15% acetic acid, 24,000 gallons of a guar containing pad, 60,000 
gallons of a fracturing treatment including approximately 300,000 pounds of 1 2/20 sand and 2000 gallons of flush fluid. 
The fracturing fluid comprised a borate crosslinked fluid containing 20 lbs guar per 1000 gallons of fluid. The fluid also 
contained day control additives, surfactants, gel breakers and biocide. One treatment included approximate 1 .0 percent 

5 tackrtyirtg compound added to the sand during performance of the treatment 

The initial production of the wells was about 180 MCF per day and about 180 BWPD. Post frac production after 
cleanup of fracturing treatment fluid on the well without fines control is about 500 MCF and about 400 BWPD. The well 
having the treatment utilizing fines control techniques of the present invention after dean ip of fracturing treatment fluid 
is producing about 800 MCF per day and about 600 BWPD. The first well is producing fracturing treatment sand and 

to coal fines into the wellbore along with the production of gas. The well treated with the tacWfying compound is not pro- 
ducing measurable amounts of fines or fracturing treatment sand. 

EXAMPLE V 

is To illustrate the corrosion inhfoition of a film of the tacWfying compound comprising polyarrides, the following tests 
were performed on carbon steel coupons weighing approximately 1 gram at 160°F. in simulated sweet and sour well 
conditions. 

Test fluids are placed in sealed bulk containers and purged for a minimum of six hours with carbon dioxide. For sour 
gas tests, H2S then is bubbled into the container for 1 5 to 20 minutes. The proper amount of polyamide is dispensed by 

20 syringe into each test bottle. The test bottles are 7 ounce capacity. The blank samples contain no polyamide. Each bot- 
tle is purged with carbon dioxide to displace air and a previously weighed and cleaned sample coupon is placed in the 
bottle. A quantity of 108 ml of NACE brine and 12 ml of kerosene then are added to the bottles from the purged bulk 
containers. The bottles are capped and placed on a rotating wheel and rotated for 1 hour at 160°F. ± 10°F. The bottles 
then are removed from the wheel and the cotpons are transferred to bottles containing brine and kerosene without 

25 inhibitor under a carbon dioxide purge to rinse the coupons. The blanks are not transferred since the blank sample bot- 
tles contain no inhibitor. The bottles are returned to the rotating wheel for an additional hour. The bottles then are 
removed from the wheel and the coupons are transferred to bottles having the same brine and kerosene mix without 
the polyamide. The transfer is effected under a carbon dioxide purge and the bottles are returned to the wheel for an 
additional 72 hours at about 160°F. to determine corrosion effects on the samples. Samples containing KfeS were 

30 returned to the wheel only for 24 hours. After completion of the exposure time, the cotpons are retrieved from the bot- 
tles, deaned, dried and weighed. The corrosion loss then is determined. Each sample is run in triplicate and the values 
are averaged to determine the loss for a sample condition. The results of the tests are set forth in Table V below. 



TABLE V 





Sample 


Polyamide Concentra- 
tion, ppm 


H2S Present 


Corrosion Rate, lbs/ft2 




1 


0 


No 


8.564 


40 


2 


2500 


No 


1.233 




3 


50 


No 


1.103 




4 


0 


Yes 


3.193 


45 


5 


2500 


Yes 


0.183 




6 


50 


Yes 


0.455 



The polyamide film formed on the ferrous metal surface in contact with the aqueous fluid provided significant cor- 
so rosion protection in comparison to samples having no film as a result of contact with the tackifying corrpound. 

While the present invention has been described with regard to that which is currently considered to conprise the 
preferred embodiments of the invention, other embedments have been suggested and still other embodiments will 
occur to those individuals skilled in the art upon receiving the foregoing specification. 

55 Claims 

1. A method of treating a subterranean formation to control fines migration, which method comprises the steps of 
introducing a treatment fluid into a subterranean formation through a wellbore at a rate and pressure sufficient to 



9 



8NSOOCID: <EP_ 



_087B936A2_L> 



EP 0 879 935 A2 



2. 



create at least one fracture in said formation; admixing with at least a portion of said fluid, a particulate which is 
introduced into and subsequently deposited within said fracture; admixing with at least a portion of said particulate 
an effective amountof a liquid or solution of a tackifying compound whereby at least a portion of said particulate is 
at least partially coaled by saJdconpour^ 

tally coated particulate is increased by in excess of about 30 percent when tested at a level of 0.5% active material 
by weight over said particulate alone with water; depositing the tackifying compound coated particulate in the sub- 
terranean formation; and flowing back fluid from the formation whereby the tackifying compound coated particulate 
retards movement of at least a portion of any fine particulate flowing back to said wellbore within said formation bv 
adhering said fines to said coated particulate. ^ 

Amethod according to claim 1, wherein said tackifying compound is admixed with said particulate in an amount of 
from o.os to 3.0 percent by weight of said particulate. 

3. A method according to claim 2. wherein said tackifying compound is admixed with said particulate in an amount of 
is from 0.1 to 2 percent by weight of said particulate. 

4. A method according to claim 1 , 2 or 3. wherein said coated particulate has a continuous critical resuspension veloc- 
ity in excess of 50 percent over said particulate alone. 

20 ^ pdyantide * daim h 2 ' 3 w 4 ' wherein tackifying compound comprises a liquid or solution of a 

6. A method according to daim 1 . 2. 3 or 4. wherein said tackifying compound comprises predominantly a condensa- 
tion reaction product of a dimer acid containing some trimer and higher oligomers and some monomer acids with 

25 a polyarmne. 

7. A method according to claim 6. wherein said polyamine comprises at least one member selected from the group of 
ethylenediamine. diethylenetriamine. triethylenetetraamine. tetraethylene pentaamine and aminoethytpiperazine. 

30 8. A method according to claim 6 or 7, wherein said tackifying compound has been quaternized. 

9. A method according to any of claims 1 to 8. wherein said paniculate comprises sand, ceramic particles, resin 
So^ereof beads ' sintered °auxrte, metal particles or glass particles, or any mixture of two or 



35 



^ iT^^^il^ t0 *> Wherein the ***** fhj * in <**<* a further particulate material 

selected from metal, natural or synthetic polymers, ceramics and glass. 

11. A method according to daim 10, wherein said further particulate material is in the form of fibers, beads ribbons 
40 flakes, platelets or shavings. ' 



45 



50 



55 
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